AMENDMENT NO. 3 DECEMBER 2023 
TO 
IS 6902 : 1973 SPECIFICATION FOR STEEL WIRE FOR SPOKES 


(Page 3, Foreword) — Substitute ‘IS 2 : 2022" for ‘IS : 2-1960*’. 

(Page 3, clause 2.1) — Substitute ‘IS 1387 : 1993? for ‘IS : 1387-19677’. 

(Page 3, clause 2.2.1) — Substitute ‘IS 4826 : 1979?’ for ‘IS : 4826-1968%’. 

(Page 3, footnote with *, * and * mark) — Substitute the following for the existing footnote: 


“Rules for rounding off numerical values (second revision). 
* General requirements for the supply of metallurgical materials (second revision). 
? Specification for hot-dipped galvanized coatings on round steel wires (first revision).’ 


(Page 4, clause 3.1) — Substitute the following for the existing clause: 


‘3.1 The method of manufacture of wire shall be left at the discretion of the manufacturer or as agreed to between 
the manufacturer and the purchaser.’ 


(Page 4, clause 4.1) — Substitute the following for the existing clause: 


‘4.1 The Chemical analysis of steel when analysed in accordance with the relevant parts of IS 228* or any other 
established instrumental/chemical method shall be as given below. In case of dispute the procedure given in 
relevant parts of IS 228 shall be the referee method. 


SI No. Constituent Percent 
() (2) (3) 
i) Carbon 0.35 to 0.48 
ii) Manganese 0.60 to 0.95 
ili) Phosphorous 0.055, Max 
iv) Sulphur 0.055, Max 


cy 


(Page 4, clause 5.1) — Substitute ‘IS 1608 (Part 1) : 2022/ISO 6892-1 : 20197 for ‘IS : 1521-1972}’. 
(Page 4, clause 6.1) — Substitute ‘IS 1716 : 2023/ISO 7801 : 1984%” for ‘IS : 1716-19718’. 
(Page 4, footnote with *, * and § mark) — Substitute the following for the existing footnote: 

“Method of chemical analysis of steels (various parts). 

+ Metallic materials — Tensile testing: Part 1 Method of test at room temperature (fifth revision). 

§ Metallic materials — Wire — Reverse bend test (third revision).’ 
(Page 5, clause 9.2) — Substitute the following for the existing clause: 

‘9.2 BIS Certification Marking 


The product(s) conforming to the requirements of this standard may be certified as per the conformity assessment 
schemes under the provisions of the Bureau of Indian Standards Act, 2016 and the Rules and Regulations framed 
thereunder, and the product(s) may be marked with the Standard Mark.’ 


(Page 5, clause 9.2, Note) — Delete. 
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